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List of Indian Woods collected by N. Walljch, M.D. 
F.R.S., Corresponding Member of the Royal Institute 
of France, and the Academt/ of Sciences at Berlin, S^c, 
and of the Society of Arts of London ; Superintendent 
of the Botanic Garden at Calcutta. 

Dr. Wallich was sent by the Governor-General of India 
on several botanical missions, especially in 1820-1, to 
Nipal, a hilly country situated between the lower part 
of the valley of the Ganges and the Himalaya moun- 
tains, and to the Burmese territory in 1826-7. On each 
of these expeditions he collected specimens of the native 
woods, which were sent to England, and deposited at 
the India House. To these were likewise added some 
that had been grown in the Botanic Garden of Calcutta. 
On the arrival of Dr. Wallich himself in England, I had 
the pleasure of forming a personal acquaintance with him, 
having before occasionally corresponded with him respect- 
ing various Indian products that at different times he had 
sent to the Society of Arts. 

Under an apprehension that the arrangement and de- 
scription of the vast botanical collection brought over by 
him, would occupy the whole of his granted time of 
absence from Calcutta, he suggested that his collection 
of woods should be transferred to the Society of Arts 
for arrangement and examination. This plan having been 
sanctioned by the Court of Directors of the East India 
Company, between four and five hundred specimens were 
placed in our possession. Here they were examined, and 
were cut up into three or four sets of specimens more or 
less complete. Some of them were found to be worm- 
eaten ; and several of those from Nipal being only portions 
of small branches, are not in a state very favourable for 
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shewing the qualities of wood with reference to its value 
as timber. Their native names, and the scientific ones 
of those that have any, as well as the uses to which they 
are applied by the people of the countries where they 
grow, were supplied by Dr. Wallich, partly from his own 
observation, and partly from a catalogue of Burmese 
woods collected in 1827 by A. Maingy, Esq., and pre- 
sented by him to Dr. Wallich. Some notices have like- 
wise been obtained from a catalogue of woods sent by 
Dr. Francis Hamilton (late Buchanan), from Gualpara 
in Assam, on the Burrampooter, and which were put 
into the hands of Mr. James Kyd, master builder to 
the Hon. East India Company at Calcutta, for examina- 
tion. These notices are distinguished by the letters 
Ham., though some of Dr. Wallich's are intermixed with 
them. The observations on the structure of some of the 
woods from Nipal were made by myself, and relate chiefly 
to the longitudinal fibre, to the medullary rays, to the 
longitudinal ttibes, and to the annual layers. For some 
practical observations the Society is indebted to the car- 
penter employed in cutting up the specimens. 

Appended to the catalogue are two valuable tables of 
experiments on the strength of some of the most import- 
ant kinds of Indian timber, made by Mr. Kyd, at Cal- 
cutta, and by Major H. Campbell, in the gun-carriage 
manufactory at Cassipur, near Calcutta. 

A. AiKiN, Sec. 
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1 Acacia mollis, fr. Nipal. 

A large tree : wood yellowish white, shining, coarse, rather soft. — 
Sp.* 2 inch, diam. Fibres and rays of the same colour, the latter very 
distinct : tubes large. 

2 Acacia fragrans, fr. Nipal. 

A large tree. — Sp. 2 inch. diam. Wood glossy, coarse : a bad 
specimen. 

3 Acacia. Joolchumahl, N.f fr. Nipal. 

Tree very large : wood excellent for chests and boxes. 

4 Acacia. Popeeah, B.J fr. Tavoy. 

A very large tree : the wood used for posts, bows, and rollers for 
ginning cotton. 

5 Acacia. Paingadoo, fr. Tavoy. 

6 Acacia odoratissima. Jatikorai, fr. Gualpara.|| 

Trunk very lofty, but not straight ; often 6 feet in girth : wood 
hard, and used in furniture — Ham. 
1 Acacia marginata. Korui, fr. Gualpara. 

5 cubits in girth. Makes good planks — Ham, 

8 Acer Isevigatum. Suslendi, N. Cherouni, P.§ fr. Nipal. 

30 to 40 feet high: 3 to 4 inches in diameter; of slow growth; 
used for rafters, beams, and other building purposes — Sp. 3'5 inches 
in diam. Wood varied brown and cream colour, with a wavy lustre. 

9 Acer sterculiaceum, fr. Nipal. 

A very large tree, 3 feet in diameter. — Sp. 3*6 inch. diam. Wood 
light : fibre pale cream colour, with considerable lustre : rays in dis- 
tinct brown ribands : tubes large, giving a coarse appearance to the 
wood. 



• Sp. the individual specimen examined. 

f N. Newar, the language of the Hindoo conquerors of Nipal. 

$ B. The Burmese language. 

II The Oualpara specimens are not as yet in the Society's possession. 

§ Farbuttea, the language of the natives of Nipal. 
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10 Acer oblongum, fr. Nipal. 

A very large tree. Wood moderately hard and compact, — Sp. fibre 
cream brown, with considerable lustre : rays in narrow ribetnds of a 
flesh colour : tubes small. 

11 Adamia cyanea. Bansook, P. and N. fr. Nipal. 

Wood pale coloured, not used. 

Aggur. See Aquilaria. 

' K See Dipterocarpus. 

12 Ahnaun, fr. Tavoy. 

3 to 6 fathoms long; 12 to 15 inches diameter. Yields good crooked 
timber, the strongest and most durable of any in Tavoy i used for 
anchors to the largest boats. 

Alesi. See Justicia. 

13 Alnus nepalensis, fr. Nipal. 

Wood as firm as English birch, and of a deeper colour ; very hard, 
and difficult to cut ; lustre considerable — Sp. 5 inch, diam., 20 layers 
in l•^ inch (but in another specimen 5 layers in 1-8 inch). Heart 
pale brownish red : fibre glossy : rays reddish brown, very distinct. 
Bark fibrous, rather thick, composed of many thin laminae. 

J 4 Alstonia (Echites) scholaris. Chatiyan, fr. Gualpara. 

A beautiful tree, often 3 cubits in girth, used for coarse furniture. 
—Ham. 

15 Alstonia antidysenterica (Nerium antidys.). Dudkhuri, fr. 

Gualpara. 
A large tree, often 3 cubits in circumference. Is considered a 
powerful medicine. Beads are made of it, to be worn round the neck. 
— Ham. 
Amari. See Guarea. 

16 Anacardium latifolium. Bhela, fr. Gualpara. 

Grows to a good size ; used for making chests and couches. Ham. 

17 Anacardium? Thubbamboo, B. fr. Tavoy. 

A large tree, used in boat-building. 

18 Andracline trifoliata. Uriam, fr, Gualpara. 

3 cubits in girth, used for coarse furniture. Ham. 

19 Andromeda ovalifolia. Angaree,P.; Juggoochal,N.;fr. Nipal. 

Grows 1 or 2 feet in diameter : wood soft and spongy, used 
for fuel. — Sp. wood moderately hard, compact, reddish brown, with 
some lustre. Bark with layers of stringy fibres. 
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20 Andromeda formosa. Sheaboge, N. fr. Nipal. 

A tree of considerable size. — Sp. 4*5 inch. diam. : wood pale brown, 
fine grained, moderately hard ; rays very distinct in the outer layers. 

21 Andromeda cordata, fr. Nipal. 

Sp. 4*5 inch. diam. : wood brown, nearly dull ; rays distinct : bark 
flaky, not at all stringy. 

22 Andromeda, fr. Nipal. 

23 Andromeda, fr. Nipal. 
Angaree. See Andromeda. 
Anjoo. See Jasminum. 
Annah-beng. See Fagraea. 
Antheel. See Ludia. 

24 Antidesma. Boro-helock, fr. Gualpara. 

Grows in the mountains ; 6 feet in girth ; the wood used for fur- 
niture Ham. 

25 Aquilaria agallochum. Aggur and Langchi, fr. Gualpara. 

Attains a great size in the low>lands of Assam, and on the lower 
hills of Gualpara ; but in these situations the wood is white, and in no 
estimation. In the Garo mountains certain parts of the heart of the 
wood become of a dark-brown colour, and are strongly impregnated 
with a highly scented oil. MTien in this state it is usually called 
Eagle-wood. — Ham. 

26 Aralia digitata. Leesaong, N. fr. Nipal. 

A rambling shrub. 

27 Aralia nodosa, fr. Nipal. 

Sp. small, imperfect, and worm-eaten. 

28 Aralia, v. Panax, fr. Nipal. 

Said to be excellent wood ; used for boxes and other articles. Sp. 
4-5 inch. diam. ; light coloured, rather soft. 

Aroo. See Prunus. 

29 Artocarpus. Thounben or Thoun-pine, B. fr. Tavoy. 

A large tree ; used in boat-building. It produces a sort of caout- 
chouc, with which the Burmese pay their boats. 

30 Artocarpus, fr. Tavoy. 

A large tree. 

31 Artocarpus. Pynyathe or Tanabeng, B. fr. Tavoy. 

Wood not used. 
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32 Artocarpus Chama. Kangtali chama, fr. Gualpara. 

The glory of the forests of Oorakpur, where it attains a very great 
size ! used for canoes, for which it is well fitted, being both very buoy- 
ant and durable in the water. — Ham. 

33 Bah-nah-thoa (probably the same as Laurus Panatha of 

this Catalogue), fr. Tavoy. 
Timber 4 to 6 fathoms long : 15 to 24 inches in diameter : used in 
boat and house-building. 

Bajarmandi. See Fagraea. 
Bakhalpani. See Ficus. 
Bakuri. See Bauhinia. 
Banatha. See Laurus. 
Bancha. See Ligustrum. 

34 Bauhinia Tucra. Tukra, fr. Gualpara. 

A close-grained, soft, tough wood, of a yellow colour. Ham, 

35 Bauhinia Bacuria. Bakuri, fr. Gualpara. 

An open-grained, soft, tough wood ; 3 cubits in girth : used for 
furniture. — Ham. 

36 Bauhinia. Koila, P. fr. Nipal. 

The flower-buds are eaten in curries. 

37 Bauhinia, fr. Nipal. 

A large tree. 

38 Berberis pinnatifolia. Milkissee, N.; Jumne-munda, P.; fr. 

Nipal. 
Rarely exceeding a foot in diameter. — Sp. 6 inch. diam. : wood 
strong, close, compact, yellow. 

39 Berberis asiatica. Matekissee, N. ; Chitra, P. ; fr. Nipal. 

Wood small — Sp. rays rather large, distinct ; layers 12 in 1-5 inch. : 
wood tough, compact, greenish yellow. 

Bhela. ^ee Anacardium. 

40 Betula leptostachya, fr. Nipal. 

Wood not to be distinguished from KngHsh birch. Sp. 2-8 inch. 

diam. ; 3 layers j rays in numerous, straight, narrow, parallel, ri. 
bands ; bark thin, smooth, spotted like common alder. 

41 Betula cylindrostachya, fr. Nipal. 

Sp. 4-5 inch. diam. ; wood shaky, of no value ; layers not distinct 
enough to be counted ; fibre white, glossy ; rays dark nut-brown, in 
very distinct, narrow ribands ; bark thick, tubercular. 
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42 Betula Bhojpattra, N. fr. Nipal. 

Sp. 5-8 inch. diam. ; about 20 layers ; wood moderately hard and 
compact ; cuticle used for writing on, and also for covering the inside 
of the tube of the hookah and kalioun. 

Bhaleo. See Rhus. 

43 Bheza Moya. Moj, fr. Gualpara. 

A dose-grained hard wood. — Ham. 
Bhoea. See Conyza. 
Bhoelasi. See Salix. 
Bhongyena. See Decadia. 
Bhosee. See Salix. 
Bhojpattra. See Betula. 

44 Bignonia Colais. Kolai Beng. Parijat, fr. Gualpara. 

Often 5 cubits in girth ; used only for fire-wood. Ham. 

45 Bignonia, fr. the higher parts of the Saluen river in Nipal, 

46 Bignonia. Thathee, B. fr. Tavoy. 

A very large tree. 

47 Bignonia ? Thuggainee, B. fr. Tavoy. 

A large tree, used in house-building. 

48 Bignonia. Lainbha, B. fr. Tavoy. 

A middle-sized tree. 

49 Bignonia chelonoides, fr. Nipal. 

A large tree. 
Billae. See Ligustruni. 
Bireesee. See Myrsine. 

50 Birouni, P. Kurauni, N. fr. Nipal. 

Stem 6 to 8 inches in diameter. 
Bojhinsi. See Coriaria. 
Bonjani. See Gardenia. 
Bonkapash. See Hibiscus. 
Boro-belock. See Antidesma. 
Borogotadhara. See Guarea. 
Boropatiya. See Elaeocarpus. 
Bosuniyapoma. See Guarea. 

51 Briedelia stipularis. Kohi, fr. Gualpara. 

Grows to a large size ; wood dose, hard, tough ; used for chests, 
stools, &c. — Ham. 
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52 Briedelia? fr. Nipal. 

Wood not very hard, but fine-grained, and fit for ornamental 
cabinet-work. — Sp. 2'5 inch. diam. ; colour lighter than box: no 
tubes nor rays visible. 

53 Brucea napalensis, fr. Nipal. 
Bukkiaraela. See Rhus. 

54 Buddleia paniculata. Narum-pattee, P. ; Sinna, N. ; fr. 

Nipal. 
Sp. 1'6 inch. diam. ; rays very indistinct ; wood pale brown, dull. 

Bukaena. See Melia. 

Bulsima. See Symplocos. 

Bunamb. See Sphaerocaria. 

Bunaroo. See Quercus. 

Bundhali. See Gardenia. 

55 Butea frondosa. Polash, fr. Gualpara. 

Sometimes 6 foet in girth ; wood open, soft, and tough, but not 
strong ; used in coarse furniture. — Ham. 

56 Caesalpinia? fr. Nipal. 

57 Csesalpinia Sappan. Sappan-wood. 

A native both of the peninsula of India, of the Burmese country, 
and of the Malayan Islands. A large and valuable tree ; the wood red ; 
used in dying. 

58 Calophyllum. Thurappe, B. ; Choopee, N. ; fr. Martaban. 

A large tree, used for masts and spars, and for pestles for oil presses. 

59 Calophyllum. Turra-phee, B. fr. Tavoy. 

Very different from the preceding ; used for masts and spars. 

60 Callicarpa arborea. Khoja, fr. Gualpara. 

6 feet in girth ; used for mortars, pestles, and common furniture. — 
Ham. 

61 Calyptranthes. Jam, fr. Gualpara. 

8 feet in girth; made into planks, but not considered as of good 
quality.— ^am. 

62 Calyptranthes. Saljam, fr. Gualpara. 

Seldom more than 3 cubits in girth. A close, hard, tough wood, 
used for posts, beams, and planks. Ham. 

63 Camellia Kissi. Kissi, fr. Nipal. 

Wood close grained ; no sapwood. — Sp. 1-5 inch. diam. ; wood pale 
brown ; bark very thin. 
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64 Capparis, fr. Nipal. 

Sp. 2 inch. diam. ; wood white, moderately hard, dull. 

65 Capparis, fr. Nipal. 

66 Carapa. Taila-oon, B. fr. Tavoy. 

Timber 13 to Id cubits long, 15 to 18 inch. diam. ; used in house- 
building. 

67 Careya. Kaza, B. fr. Martaban and Tavoy. 

Timber of large size ; used for posts and other common purposes. 

68 Careya. Kombo, fr. Gualpara. 

About 3 cubits in girth ; wood close, hard, tough, and strong. 
Stocks of matchlocks are made of it. — Ham, 

69 Carpinus viminea. Chukisse, N.; Konikath, B. ; fr. Nipal. 

Wood esteemed by carpenters. Sp. pale purplish, with little lustre, 
hardj rather heavy ; tubes small. 

70 Cassia Fistula. Sonalu, fr. Gualpara. 

6 feet in girth; an open, hard, tough wood, used for ploughs.— 
Ham. 

71 Cassia nodosa, fr. Bot. G.* 

A very large tree. 

72 Castanea tribuloides. Cotoor and Chisee ; also Makoo 

Shingali, N. (Shingali is the general name for oak 

and chestnut.) Fr. Nipal. 
Used for large mortars and pestles for grinding grain in ; becomes 
brown by steeping in water; wood hard and heavy. — Sp. rays like 
English oak ; that is, every 5th or 6th much larger than the others. 
Another specimen, said to be of the same species, wants the large rays. 

73 Castanea martabanica. Nome and Zitha, B. fr. Tavoy. 

74 Castanea. Golsinggur, fr. Gualpara. 

Branched prickles on the cup of the fruit; leaves entire; timber 
excellent, close, hard, and tough — Ham. 
15 Castanea. Nikari, fr. Gualpara. 

Oak or chestnut ; cup covered with strong prickles ; leaves notched ; 
5 cubits in girth ; timber dose, hard, tough ; used for furniture and 
canoes — Ham. 
76 Castanea. Kangta Singgur, fr. Gualpara. 

Not exceeding 3 feet in girth ; inferior in strength and toughness 
to the preceding. — Ham. 



• Bot. G., the Company's Botanic Garden at Calcutta. 
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77 Cedrela hexandra. Toon-wood, fr. Nipal. 

Sp. the wood has a great general resemblance to Laurus ; the outer 
layers have white glossy fibres, with very distinct brown rays ; the inner 
layers are brownish red, harder, and more compact : bark with white 
iibres. 

78 Cedrela Toona. Toon or Tungd ; Poma ; Jeea ; fr. Gualpara. 

5 cubits in girth ; a close, hard, but rather brittle wood, of a brown 
red colour ; very durable, and esteemed for furniture. It has an agree- 
able smell. — Ham. The wood, under the name of Toon, is extensively 
used among the Europeans in Portugal for chairs and other furniture. 

79 Celastrus, fr. Nipal. 

An enormous climber. — Sp. trunk deeply channelled externally; 
wood light, reddish brown ; tubes large and numerous ; rays deep and 
very distinct, but of the same colour as the rest of the wood ; bark, 
outer, orange yellow ; inner, deep brown. 

80 Celastrus verticillata, fr. Nipal. 

A small tree. 

81 Celastrus? fr. Nipal. 

Sp. 1-8 inch. diam. ; wood rather soft, very fine grained ; tubes and 
rays very indistinct ; inner bark nearly black ; approaches in most of 
its characters to Turpinia. 

82 Celtis australis, fr. Bot. G. 

83 Celtis. Khori, P. ; Koosikma, N. ; fr. Nipal. 

84 Cerasus Puddum. Nipal cherry, fr. Nipal. 

Sp. 3-5 inch diam. 14 layers : rays reddish brown, distinct ; wood 
rather soft, with some lustre. 

85 Cerbera Manghas. Kullooa, B. fr. Tavoy. 

From the fruit (probably the kernels) an oil is drawn with which 
the Burmese anoint their hair. Wood not used. 
Chacrosila. See Eteocarpus. 
Chalita. See Dillenia. 

86 Chamaerops Martiona, Wall. Nipal palm, fr. Nipal. 

87 Champa, white, fr. Nipal. 

Sp. part of a plank : a free-working wood, soft and light like deal : 
fibre wavy, white, and very glossy : rays shallow and slender : layers 
very distinct, 32 in 4'5 inches. Compare Michelia. 
Chabsee. See Michelia. 
Chasehoo. See Laurus. 
Chatiyan. See Alstonia. 
Cheriala. See Rhododendron. 
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Cherouni. See Acer. 
Chickooni. See Eurya. 
Chillounea. See Gordonia. 
Chitra. See Berberis. 
Choopee. See Calophyllum. 
Choo-kha. See Pongamia. 
Choo-muUoo. See Diospyros. 
Choo-muna. See Xanthoxylon. 
Choopee. See Calophyllum. 

88 Choorosi, N. fr. Nipal. 

A very fine sort of wood, said to come from the north. I only 
knew it from having a walking-stick of it, which was presented to me 
by the Vice-regent of Nipal. 
Chose. See Rhus. 

89 Chaulmoogra odorata, Roxb. fr. Bot. G. 

A very large tree. 

90 Chotagotadhora, Bengal, fr. Gualpara. 
Chukisse. See Carpinus. 

Chusee. See Elaeagnus. 

91 Chrysophyllum acuminatum, i?oa;6. Pithogarkh, fr. Gualpara. 

3 cubits in girth ; wood white, tough, used in furniture. — Ham. 

92 Chung, fr. Gualpara. 

Perhaps a species of Chilmoria. It grows very large, and affords a 
close tough wood used in furniture. — Ham. 

93 Cinchona gratissima, Wall. Tungnusi, N. and P. fr. Nipal. 

A native also of the mountains in Bengeil, where it is called Usokuli : 
used in Nipal for posts and rafters. — Sp. wood brown, light, coarse- 
grained : bark with many compressed coarse fibres. 

94 Clerodendron phlomoides, fr. Bot. G. 

95 Coccoloba uvifera, fr. Bot. G. 

96 Conyza candicans, Wall. Phusrae, P. ; Bhoea, N. ; fr. Nipal. 

97 Cordia Myxa ? fr. Nipal. 

A large tree. 

98 Coriaria nepalensis. Bhojhinsi, N. fr. Nipal. 

The fruit is eaten : trunk 4 or 5 inches in diam. Wood not used. 

99 Cornus oblonga, Wall. Eases, N. and P. fr. Nipal. 

A tree of middle size. — Sp. 3 inch. diam. Wood fine-grained, 
rather hard : fibre white and shining : rays very numerous, reddish 
brown. 
VOL. XLVIII. 2 G 
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100 Cornus capitata, Roxh. fr. Nipal. 

Grows sometimes to a great size. Wood very hard. 

101 Corylus ferox, Wall. fr. Nipal. 

Grows at the top of Sheopore, one of the highest mountains in 
Nipal ; flowers in September, and produces fruit in December : shell 
of the nut hard and thick. A tree 20 feet high, 2 feet in girth : wood 
light, compact. 

102 Cotoneaster affinis, Lindl. fr. Nipal. 

103 Cotoneaster? obovata, Wall. fr. Nipal. 
Catoor. See Castanea. 

104 Cou-moo, fr. Tavoy. 

Timber 5 to 10 fathoms long ; 20 to 30 inches in girth : used in 
boat and house building : not much inferior to Hopaea. 

105 Cratsegus arbutiflora. Rooes, N. fr. Nipal. 

A small tree, or rather shrub ; wood exceedingly strong : used 
for walking, sticks. 

106 Croton oblongifolium, Roxb. Parokupi, fr. Gualpara. 

5 cubits in girth ; a close-grained but rather brittle wood ; used 
for coarse furniture Ham. 

107 Croton. Lalpatuja, fr. Gualpara. 

3 cubits in girth ; a hard close-grained wood, used for small canoes. 
Cusroo. See Quercus. 

108 Cyathea spinulosa. Fern-tree, fr. Nipal. 

109 Cynometra. Maingga, B. fr. Martaban. 

A small tree. 

Daine-oksi. iSIee Dillenia. 

110 Dalbergia Momsita, Ham. Momsita, fr. Gualpara. 

Attains a considerable size : wood close, hard, and tough ; used in 
coarse furniture.— /fam. 

111 Dalbergia (Rangoon Sissoo), fr. Rangoon, Ham, 

1 12 Dalbergia, fr. Nipal. 

113 Daphne Gardneri, Wall. fr. Nipal. 

Wood not used. Bark used for paper stuff. — Sp. 3'75 inch. diam. ; 
wood light, soft, coarse, of a gray colour, with little lustre ; bark finely 
fibrous. 

114 Daphne cannabina. Loureir, fr. Nipal. 

A shrub, from 6 to 8 feet high ; grows on the most exposed parts 
of the snowy mountains of Nipal. Paper made of the bark is strong, 
tough, not liable to crack, nor to be eaten by the white ant or other 
insects. 
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115 Decadia spicata, Bongyera, fr. Gualpara. 

3 cubits in girth. A close, hard, tough wood, used by carpenters. 
—Ham. 

Deodae. See Ficus. 

Dheyri. See Taxus. 

Dhoree. See Gualtheria. 

116 Dillenia. Zitnboon, B. fr. Tavoy. 

Timber 3 to 5 fathoms long, 8 to 10 inches diameter. Wood used 
in house-building ; it also affords small crooked timbers for boats. 

117 Dillenia pilosa, Roxb. Daine-oksi, fr. Gualpara. 

Trunk 6 feet in girth. Wood open, but hard and tough ; used 
for canoes.— fTam. 

118 Dillenia pentagyna. Oksi, fr. Gualpara. 

Wood closer, but in other respects very like the preceding — Ham. 

119 Dillenia speciosa. Chalita, fr. Gualpara. 

6 feet in girth. Wood close and hard, but rather brittle. 

120 Diospyros. Tendoo, N. fr. Nipal. 

121 Diospyros? Ryamucha, B. ; Choomulloo,T. ; fr. Martaban. 

Wood used in house-building. 

122 Dipterocarpus grandiflora, Wall. Ain or Aintha, B. fr. 

Martaban, on the banks of the Atran; also from 

Tavoy. 
A stupendous tree : one of those which yield Wood-oil and Dammar. 

123 Dipterocarpus. Kunnean-phew, B. fr. Tavoy. 

5 to 8 fathoms long; 18 to 24 inches in diameter; grows to a 
great size ; used for beams and planks. 

Doduan. See Smilax. 

124 Dubdubia {see Rhus), fr. Nipal. 

Sp. 4-2 inch. diam. ; layers 10; rays distinct; tubes few, rather 
large. Wood very white, light, and soft. Bark thin, 

Dudkuri. See Alstonia. 

Eandorkomul-soong. See Gardenia. 
Earansa. See Eurya. 
Easee. See Cornus and Rubus. 
Eea. See Loranthus. 
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125 Ehretia serrata, Roxb. Nalshima, N. fr. Nipal; also fr. 

Gualpara. 
5 cubits in girth ; gives planks from 12 to 18 inches wide ; wood 
soft and open-grained, but rather tough ; not durable ; used for posts 
and other common purposes. 

126 Ehretia serrata, or macrophylla. Poegulsee, N. fr. Nipal. 

Sp. 3 inch. diam. ; layers 10 ; tubes few and small ; rays distinct ; 
wood white, moderately shining, soft. 

127 Ehretia Isevis, fr. Bot. G. 

128 Ekebergia. Jiyakohi, fr. Gualpara. 

8 cubits in girth ; wood like mahogany, very durable, and much 
esteemed. 

129 Elaeagnus, fr. Nipal. 

Wood similar to, but whiter than, common hawthorn. — Sp. 4 inch, 
diam. ; layers 27 in 1-7 inch : neither tubes nor rays visible in the 
cross section : bark thin. 

130 Elseagnus. Chusee, N. fr. Nipal. 

131 Eleeocarpiis. Boropatiya, fr. Gualpara. 

A close hard wood, of good size, used for canoes Ham. 

132 Elseocarpus Chacrosila, Ham. fr. Gualpara. 

A dose hard wood, used for mortars, chests, &c. Ham. 

133 Elaeocarpus. Thaumagee, T. fr. Martaban. 

Timber very large, used for masts and posts for houses. 

134 Einbelia, fr. Nipal. 

Sp. very imperfect. 

135 Eriobotyria elliptica. Mihul, P. and N. fr. Nipal. 

Wood cinnamon.brown, hard, compact, and reckoned good. Sp. 7 

inch. diam. ; rings indistinct, about 26 in 3-1 inches ; tubes very small. 

Esealoo. See Rubus. 

136 Euonymus. Veysoor, N. ; Junghuree, P. ; fr. Nipal. 

Grows large ; wood close-grained, not very hard, perhaps good for 
carvers — Sp. rays and tubes scarcely visible: outer bark yeUowish 
gray. 

1 37 Euonymus tingens. Kusoori, N. fr. Nipal. 

Wood brown, compact, hard, very fine-grained, dull, Sp. tubes 

not visible ; rays small and indistinct : bark, outer, orange yellow ; 
inner, brown with fine white fibres i the yellow bark is used for 
painting the forehead. 

138 Euonymus echinata. Wall. fr. Nipal. 
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139 Euonymus pendula (japonica Thunb.), fr. Nipal. 

Sp. wood brown, moderately hard, fine-grained, dull ; tubes and 
rays as E. tingens : outer bark yellowish in places ; inner, brown. 

140 Euonymus, fr. Nipal. 

Tall, but of a slender stem. 

141 Euphorbiacea. Yamala, B. fr. Tavoy. 

Wood used for frames of lacquered ware. 

142 Eurya nepalensis. Jeegnee, P. ; Earansea, N. ; fr. Nipal. 

A small tree. — Sp. 5 inch. diam. 

143 Eurya variabilis (probably the same as the preceding). 

Chickouni, B. and N. fr. Nipal. 
Grows large ; wood compact, fine-grained, cinnamon-brown ; good 
for turnery ware. 

144 Eurya ?fr. Nipal. 

Sp. 2*5 inch. diam. : tubes small ; rays distinct, red brown ; fibre 
pale brown, with moderate lustre : wood reddish brown, fine-grained, 
moderately hard. 

145 Eurya. Thaun, B. fr. Tavoy. 

A small tree, used only for fuel. 

146 Excoecaria? Thurrotha, B. fr. Tavoy. 

147 Fagara floribunda, fr. Nipal. 

Sp. 2'2 inch. diam. : tnbes many and large : wood coarse, and of 
remarkably open grain, but more compact near the axis ; colour 
brownish yellow, nearly dull. 

148 Fagara, fr. Nipal. 

149 Fagara Rhetza, Roxb. Bajarmondi, fr. Gualpara. 

Wood close, hard, tough ; fit for the joiner. — Ham. 

150 Fagrsea fragrans, Roxb. Annah-beng, B. fr. Martaban. 

Timber not large ; wood yellowish, compact, and beautiful, but 
very hard, and on this account not much used by the Burmese. 

151 Ficus. Doodae-kath, N. P. fr. Nipal. 

Used for water-courses, drains, and gutters. — Sp. 4-5 inch. diam. ; 
layers 63 in 2 inches ; wood soft, free-working, closer than deal ; 
lustre considerable, satiny. 

152 Ficus? KafFrsea, P. ; Pillaksi, N. ; fr. Nipal. 

Sp. 1*75 inch, diam.; layers about 50; rays brown, indistinct: 
wood soft, light, of no use. 

153 Ficus, fr. Nipal. 

Small specimen ; rays distinct ; wood soft, light. 
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154 Ficus, fr. Nipal. 

A climber. 

155 Ficus, fr. Nipal. 

A climber. — Sp. rays nut-brown, strongly marked ; wood light, 
not very soft, pale brown, with some lustre. 

156 Ficus, fr. Nipal. 

Sp. 4 inch. diam. ; rays brown, very distinct ; layers very many ; 
wood moderately hard, with some lustre. 

157 Ficus, fr. Nipal. 

Sp. 2-4 inch. diam. ; rays brown, strongly marked ; layers very 
indistinct ; tubes large, giving the wood a coarse grain : wood reddish 
brown, rather hard. 

158 Ficus, fr. Nipal. 

A large tree..— Sp. 4-6 inch. diam. j layers very numerous ; wood 
soft, worm-eaten. 

159 Ficus. Thubboo, B. fr. Tavoy. 

A middle-sized tree ; wood used in house-carpentry. 

160 Ficus. Thuppan, B. fr. Tavoy. 

A large tree ; wood not used. 

161 Ficus undulata. Bakhalpani, fr. Gualpara. 

6 cubits in girth ; makes good canoes ; wood open, soft, rather 
tough. — Ham. 

162 Ficus oppositifolia. Khoskadumer, fr. Gualpara. 

3 cubits in girth ; wood open, soft, brittle. 

163 Fraxinus floribunda. Lakkuree, N. fr. Nipal. 

Sp. 17 layers in 2-1 inches; in colour, grain, and toughness, just 
like English ash. 

164 Freziera ochnoides, fr. Nipal. 

A middle-sized tree ; wood pale brown, dose-grained, and mo- 
derately hard._Sp. 2-5 inch, diam.; rays hardly distinguishable; 
resembles pear-tree. 

Gambhari. See Gmelina. 

165 Garcinia. Pullowa, B. fr. Tavoy. 

A large tree, used for posts, &c. 

166 Garcinia paniculata, fr. Bot. G. 

167 Gardenia florida. Eandorkomul-soang, N. fr. Nipal. 

168 Gardenia, fr. Nipal. 

Sp. wood cream-brown, fine-grained, hard, compact ; probably 
useful for turnery ware. 
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169 Gardenia. Bonjam, fr. Gualpara. 

3 cubits in girth ; well adapted for all kinds of turnery- 
ware. — Ham. 

170 Gardenia. Bundhali, P. and N. fr. Nipal. 

171 Gardenia latifolia, fr. Hot. G. 

172 Gardenia lucida, fr. Bot. G. 

173 Gastonia palmata, fr. Nipal. 
Ghese. See Quercus. 
Ghonas. See Rhododendron. 
Ghorans. See Rhododendron. 
Gillaephul. See Spondias. 

174 Gmelina arborea. Gambhari, fr. Gualpara. 

Wood light, hut durable, does not warp, and is not readily attacked 
by insects ; used for turnery ware of all kinds, and cylinders of a 
proper size are turned very thin for drums : other musical instruments 
are also made of it. 

Goechassee. See Gordonia. 

Golsinggur. See Castanea. 

Gomulsee. See Quercus. 

Gooki. See Symplocos. 

Goonsi. See Podocarpus. 

Goopor. See Pyrus. 

175 Gordonia integrifolia. Chillounea, P.; Goechassee N. ; 

fr. Nipal. 

The bark contains white spiculse, that produce violent itching 
when rubbed on the skin in their recent state. The Burmese have 
a superstition, that one beam in a house should be made of this wood. 
Wood brown, nearly dull, moderately hard and compact. 

176 Gordonia? Kaza, B. fr. Martaban. 

Large timber, used for ordinary building purposes. 
Govorpongyata. See Guarea. 

177 Grewia. Meaya, B. fr. Tavoy. 

178 Gualtheria fragrantissima. Dhoree, N. ; Dhoseongree, P. ; 

fr. Nipal. 

179 Guarea, fr. Nipal. 

Sp. 3-5 inch. diam. ; wood moderately hard, compact, pale reddish 
brown. 
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180 Guarea. Amari, fr. Gualpara. 

5 cubits in girth ; wood dose, hard, and tough ; used for 
canoes. — Ham. 

181 Guarea Gobara. Govorpongyota, fr. Gualpara. 

Used for canoes Ham. 

182 Guarea AUiaria. Bosuniyapoma, fr. Gualpara. 

Used for canoes Ham. 

183 Guarea Gotadhara. Borogotadara, fr. Gualpara. 

5 feet in girth ; wood close and hard ; used by joinen—Httm. 
Guarnasi. See Rhus. 

Hakoolual. See Litnonia. 
Harobaer. See Ziziphus. 

184 Heritiera Fomes, Ham. (minor, Roxb.) Kunnazoo, B. 

fr. Tavoy, Soondree of Bengal. 
A very large tree ; wood exceedingly hard and durable ; used for 
pestles for oil mills ; shafts of gigs, spokes, and naves, are made of it: 
an escellent fuel for burning bricks : grows to a much greater size on 
the Martaban coast than in Bengal. 

185 Hibiscus macrophyllus, Eoxb. fr. Tavoy. 

A middle-sized tree, used for common building purposes ; bark 
tough and stringy ; is made into cordage. 

186 Hibiscus (perhaps a Sterculia), fr. Tavoy. 

Applied to the same uses as the foregoing. 

187 Hibiscus Lampas. Bonkapash, fr. Gualpara. 

6 feet in girth ; a soft, open wood, used for coarse fumi. 
ture. — Ham. 

188 Holboellia (Stauntonia) latifolia. Bagul, T. fr. Nipal. 

A vast climber. 

189 Hopea odorata. Tengaun or Thaengong. Common on 

the Tenasserim and Martaban coasts. 
Canoes are made of this tree, which grows to an enormous size : 
it also produces a valuable resin or dammar. 

190 Hopea floribunda, Wall. Tantheya, fr. Tavoy. 

A very large tree. 

191 Hovenia dulcis, fr. Nipal. 

A very large tree. — Sp. 3 inch. diam. ; layers 9; wood light, 
coarse-grained. 

192 Hydrangea altissima, fr. Nipal. 

A climber. 
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193 Hydrangea trigyna, Wall. fr. Nipal. 

194 Hymenodictyon flaccidutn, Roxb. fr. Nipal. 

Sp. 1-125 inch. diam. ; wood dirty gray, nearly dull ; moderately 
hard. 

195 Ilex dipyrena, Wall. Karaput, P. ; Munasi and Gulsima, 

N. ; fr. Nipal. 

Wood heavy, hard, fine-grained, and much like common holly, 
said to become black with age ; used for various purposes of car> 
pentry, — Sp. 3 inch. diam. ; tubes very small ; rays distinct. 

196 Jambolifera pedunculata. Holhholi, fr. Gualpara. 

3 cubits in girth ; used for stocks of matchlocks Ham. 

197 Jasminum arboreum. Anjoo, N. from Nipal. 

Sp. 4 inch. diam. ; wood pale brown, nearly dull, fine-grained, 
hard, compact. 

198 Jasminum dispermum, fr. Nipal. 

199 Jasminum chrysanthum, Roxb. fr. Nipal. 

Sp. I -8 inch. diam. ; neither tubes nor rays visible ; wood white, 
fine-grained, moderately hard ; brittle, hard concretions in the bark. 

Jeea. See Cedrela. 

Jeegue. See Eurya. 

Jhoori. See Osyris. 

Jiyakoki. See Ekebergia. 

Joolchumahl. See Acacia. 

200 Joolshima, N. fr. Nipal. 
Juggoochal. See Andromeda. 

201 Juglans pterococca, Roxb. from Nipal. 

An exceeding large tree.^.Sp. 3-5 inch. diam. ; wood pale reddish 
brown, with considerable lustre, but rather coarse-grained. 

Julsi. See Rondeletia. 

Jumnemandoo. See Berberis. 

Junghurree. See Euonymus. 

202 Juniperus excelsa, Bieb ? The Cedar of Himalaya. 

Harder and less odorant than the West Indian cedar ; an excellent 
light wood. 

203 Justicia Adhatoda. Kath, P. ; Alesi, N. ; fr. Nipal. 
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204 Kaantha, B. fr. Tavoy. 

3 to 5 fathoms long, 12 to 15 inches in diameter. Yields a small 
but valuable timber for oars and paddles. 
Kadabusi. .See Ziziphus. 
Kaffrsea. See Ficus. 
Kaintha-phogee. See Symplocos. 
Kaizai. See Laurus. 

205 Kalajiya, fr. Gualpara. 

Common over all India ; remarkable for the facility with which 
it grows from cuttings, and from truncheons; yields much gum: 
wood of no use Ham. 

Kalikat. See Limonia. 
Kalikath. See Symplocos. 
Kalikaut. See Myrsine. 
Kanaput. See Ilex. 
Kangtali-chama. See Artocarpus. 
Kangta-singgur. See Castanea. 
Kath. See Justicia. 

206 Kaunzo-Kurro, B. fr. Tavoy. 

5 to 7 fath. long, 15 to 20 inch. diam. ; used in boat-building. See 
also Meliacea. 

Kayzai. ^e Laurus. 

Kaza. See Careya and Gordonia, 

207 Keahnaun, B. fr. Tavoy. 

15 to 20 feet long, 15 to 20 inch. diam. ; strong crooked timber, 
used for musket-stocks. See also Xylocarpus. 
Keannan. See Xylocarpus. 
Kee-tha. See Syndesmis. 
Keounlak. See Rottlera. 
Keysoor. See Euonymus. 
Kheemna. See Laurus. 

208 Kheera, N. fr. Nipal. 

An Euphorbiaceous tree, of no value. 
Khori, See Celtis. 
Khoskadumor. See Ficus. 
Koila. See Bauhinia. 
Kohi. See Briedelia. 
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Kolai. See Bignonia. 
Kombo. See Careya. 
Komkath. See Carpinus. 
Kongeea. See Rondeletia. 
Korui. See. Acacia. 
Kooathoe. See Myristica. 
Koosikma. See Celtis. 

209 Kuddoot-Alain, B. fr. Tavoy. 

Grows to a great size ; used by house and boat-builders. 

210 Kuddoot-nee, B. fr. Tavoy. 

6' to 8 fath. long, 15 to 20 inch. diam. ; an inferior wood, used in 
boat-building. 

Kuenmoonee. See Lagerstroemia. 

211 Kujulsee, P. and N. fr. Nipal. 

Trunk 2 feet in diam. ; wood strong and durable ; used for door, 
posts. 

KuUooa. See Cerbera. 

KuUowa. See Laurus. 

212 Kummi,B. fr. Tavoy. 
Kunna. See Pierardia. 
Kunnazoo. See Heritiera. 
Kunnean-phew. See Dipterocarpus. 
Kuniieen. See Myristica. 
Kunneen-keunke. 
Kunneen-keunla. 
Kunneenee. See Sterculia. 
Kurauni. See Birouni. 
Kurrowa. See Laurus. 
Kusoori. See Euonymus. 
Kuzzo. See Pierardia. 
Kyakle. See Quercus. 
Kyamucha. See Diospyros. 



Labtesee. See Panax and Rottlera. 
213 Lagerstroemia. Kuenmounee or Peema, B. fr. Tavoy. 
Used in house-building, and for oars. 



> See Symplocos. 
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214 Lagerstroemia parviflora, Roxh. Sida, fr. Gualpara. 

A large tree, 6 feet in girth, and very common ; wood close, bard, 
and tough, forming excellent timber— //am. 

215 Lagerstroemia Reginse. Jarul, fr. Gualpara. 

6 feet in girth, used in boat-building ; but the wood is soft and 
deficient in toughness. — Ham. It is extensively used in Bengal under 
the name of Jarul. — Wall. 
Lakhurree. See Fraxinus. 
Lalpatuja. See Croton. 
Lambha. See Bignonia. 
Langchi. See Aquilaria. 
Latasishnoo. See Urtica. 

216 Laurina. Tapahaw, N. fr. Nipal. 

217 Laurus. Lumpatch, P. ; Chasepoo, N. ; fr. Nipal. 

4 to 6 feet in diam. ; wood soft and pale when young, hard and 

pale red when older ; used in carpenter's work, and for beams Sp. 

27 layers in 1-8 inches ; lustre considerable; rays mostly distinct. 

218 Laurus glandulifera. Sassafras and Camphor - wood of 

Nipal, fr. Nipal. 

Sp. fibre pale flesh colour, with considerable lustre; rays small, 
dark red-brown ; wood soft, coarse. 

219 Laurus. Very like the preceding. Kullowa or Kurrowa, 

B. fr. Tavoy. 
Produces the sassafras-bark and camphor-wood of Martaban. 

220 Laurus caudata, fr. Nipal. 

Sp. fibre light-coloured, shining ; tubes not numerous but large ; 
rays distinct, dark brown ; 4-2 inch. diam. ; layers 12 ; axis very 
eccentric. 

221 Laurus albiflora, fr. Nipal. 

A large tree. — Sp. 3'8 inch. diam. ; fibre, tubes, and rays, as the 
foregoing. 

222 Laurus. Panatha (Banatha?), B. fr. Tavoy. 

Used in house carpentry. 

223 Laurus. Maythen, B. fr. Tavoy. 

5 to 6 fath. long, 18 to 26 inch. diam. ; a very large tree ; wood 
used for furniture, in house carpentry, and for planks and upper decks 
for proas. 

224 Laurus. Pahela, N. fr. Nipal. 

225 Laurus ? Kheemna, B. fr. Tavoy. 

Timber small ; used for posts and rafters. 
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226 Laurus, Phetpetta, N. ; Balukshee, P. ; fr. Nipal. 

Wood red-brown, of a fine grain, used for chests, &c Sp. fibre 

and rays as other Lauri ; tubes filled with a dark red-brown substance. 

227 Laurus. Chausoma, N. fr. Nipal. 

Sp. fibre light-coloured, with considerable lustre; tubes rather 
large ; rays distinct, dark brown. 

228 Laurus. Sami-lumpata, P.; Chikihul-tussipoo, N. ; fr. 

Nipal. 
Sp. fibre cream-colour, shining ; tubes and rays cinnamon-brown ; 
rather fine grain. 

229 Laurus. Keebula, N. ; Kalechampoo, P. ; fr. Nipal. 

Sp. 3-2 inch. diam. ; fibre, tubes, and rays, as other Lauri. 

230 Laurus. Pumlasi, N.; Khorkula, P.; fr. Nipal. 

A large tree ; wood strong and durable. — Sp. 1'6 inch. diam. 

231 Laurus. Khulsi, N. from Nipal. 

232 Laurus (or Tetranthera), very like T. pulcherrima. Bu- 

looksee, N. ; Sengoulee and Tijpaut, P. ; fr. Nipal. 

Wood excellent, used for spinning wheels. — Sp. 3'5 inch. diam. ; 
fibre, tubes, and rays, as other I/auri. 

233 Laurus. Phusree, N. and P. fr. Nipal. 

Wood grayish brown. 

234 Laurus lanuginosa, Wall. fr. Nipal. 

Sp. wood cream-brown ; moderately hard ; rays, tubes, and fibre, 
as others. 

235 Laurus. Thuggoo, B. fr. Tavoy. 

4 to 6 fath. long, 12 to 18 inch. diam. ; used for oars and rudders. 

236 Laurus (Tetranthera bifaria. Wall.) Juttrunga, N. ; Pa- 

helakath, P. ; fr. Nipal. 

Large and useful timber ; wood soft, rather spongy — Sp. 6 inch, 
diam. ; rotten at heart ; fibre pale yellow, glossy ; rays distinct, dirty 
brown. 

237 Laurus? Thitya, B. fr. Tavoy. 

A very large tree ; wood used for house-building, and for mortars 
in which rice is husked. 

238 Laurus. Kayzai, B. fr. Tavoy. 

Wood used in house carpentry. 

239 Laurus salicifolia. Horisongher, fr. Gualpara. 

6 feet in girth; wood has a strong smell of camphor; used for 
coarse articles of furniture — Ham. 
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240 Laurus Champa. Kurka-champa, fr. Gualpara. 

3 cubits in girth ; used for coarse furniture. — Ham. 

241 Leucosceptrum, fr. Nipal. 

Wood used for rafters ; soft and of no value. — Sp. fibre with 
some lustre ; rays moderately distinct ; axis very eccentric. 

242 Leycesteria formosa, Wall. fr. Nipal. 

243 Ligustrum napalense. Billae or Bancha, N. and P. fr. 

Nipal. 

Timber about a foot or more in diameter; used for building 
purposes — Sp. 4 inch. diam. ; layers about 10 in an inch; wood 
heavy, hard, compact, tough, and very fine-grained j for the purposes 
of the engraver will probably be found nearly as good as Mediter- 
ranean box ; bark with coarse white fibres. 

244 Limonia. Kailkat, P. ; Hakoolnal, N. ; fr. Nipal. 

Timber large for the genus ; wood white, soft, but close, strong, 
and tough; fit for fine turnery weire.— Sp. 7 inch, diam.; neither 
rays nor tubes visible ; inner bark very fibrous. 

245 Limonia crenulata, fr. Nipal. 

Wood yellow, very hard ; used in house-building. 
Lissokatta. See Loranthus. 
Lolsi. See Taxus. 

246 Loranthus. Eea, N. ; Lissokatta, P. ; fr. Nipal. 
Loshima. See Viburnum. 

247 Ludia. Mulloka, N. ; Antheel ; fr. Nipal. 

Used for posts and walking-sticks. 

248 Ludia spinosa, fr. Bot. G, 
Lumpatch. See Laurus. 
Lushpoo. See Spheerocaria. 
Luzun. See Pongamia. 

249 Magnolia insignis, Wall. fr. Nipal. 

Sp. 3 inch. diam. ; 12 layers; wood rather soft, moderately fine- 
grained, and with some lustre. 

250 Mainaban, B. fr. Tavoy. 

Resembles lance-wood; used for beams, posts, and rafters; also 
for lances, bows, sword-handles, &c. 
Maingga. See Cynometra. 
Magor. See Vernonia. 
Mako-shingali. See Castanea. 
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Makusal. See Gordonia. 

251 Malpighia lucida, fr. Bot. G. A native of America. 
Masoochi. See Lauras. 

252 May-chin-chan-jay. Probably a species of Ebenus. 

253 May-klen, fr. Tavoy. 

Scarce and dear ; used for rudders and anchors. 

254 May-maka, fr. 

Used for timbers of junks. 

255 May-rang, fr. Tavoy. 

Said to be very durable, and much esteemed for the posts of houses 
built on the bank of rivers. 

256 May-tobek, fr. Tavoy. 

Imported in long planks, and used in preference to teak for the 
bottom planks of ships. 
Mathen. See Laurus. 
Meaya. See Grewia. 

257 Meenaban, fr. Martaban. 

5 to 8 cubits long, 6 to 10 inch. diam. ; a durable and pliant wood, 
used for sword-handles and spear-shafts. 

258 Megeongee, fr. Tavoy. 

A very large tree, used in house-building. 

Mehul. See Pyrus. 

259 Melia. Bukaena, P. ; Baksi, N. ; fr. Nipal. 

260 Meliacea ? Kanzu-Kurroo, B. fr. Nipal. 

261 Meliacea. Tokor, fr. Gualpara. 

A large tree, used for planks, canoes, and coarse furniture.— /^am. 

262 Menispermum laurifolium, Roxb. fr. Nipal. 

A large tree, very remarkable for the grain and irr^ular layers 
of its wood. 
Mhasoosee. See Spondias. 

263 Michelia Kisopa, Be Cand. Champ or Chaump, P.; 

Chobsse, N. 
The wood much used for light works. — Sp. piece of a plank, 30 
layers in 3'75 inches ; another Sp. 2'5 inch. diam. 12 layers in !•! inch. 
Similar to white champa. No. 87, but the colour is more yellow, and 
the rays less distinct. 
Mihul. See Eriobotrya. 
Mikay. See Murraya. 
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Milkissee. See Berberis. 

264 Millingtonia pungens, fr. Nipal. 

A middle-sized tree. 

265 Mimosa capensis, Bot. G. 

266 Mimosa odoratissima, Bot. G. 

267 Mimosa polystachya, Bot. G. 

268 Mimusops. Thubbae, B. fr. Tavoy. 

Wood used for masts and spars ; affords also good crooked wood. 

269 Mimusops Elengi, fr. Tavoy. 

Slow-growing ; reared only on account of its flowers, which smell 
like Russia leather. 

270 Mimusops ? Chalpata, fr. Gualpara. 

A tree of moderate size, used for coarse furniture. — Ham. 
Moj. See Bheza. 
Momsita. See Dalbergia. 

271 Morinda citrifolia, Bot. G. 

The root yields a yellow dye. 

272 Morus leevigata, Wall. fr. Nipal. 

A large tree — Sp. 1-5 inch. diam. ; wood coarse brownish yellow, 
with considerable lustre. 

273 Morus mauritiana, fr. Bot. G. 
Motikissee. See Berberis. 
Moyen. See Vauqueria. 

274 Mucuna, fr. Nipal. 

A superb climber (a kind of cowhage). 
MuUokath. See Ludia. 
Munasi. See Ilex. 
Munachoo. See Rottlera. 

275 Murraya. Maikay, B. fr. Tavoy. 

4 to 5 feet long, 3 to 6 inch. diam. ; used for handles of daggers 
and of other weapons. A strong, tough wood, in grain like box. 

276 Myginda. Silapoma, fr. Gualpara. 

5 cubits in girth ; used for coarse furniture. — Ham. 

277 Myrica sapida. Wall.; Kaephul, P.; Kobusi, N.; fr. Nipal. 

Grain like birch, but the colour darker. — Sp. 2-5 inch. diam. ; fibre 
brownish white, nearly dull ; rays very distinct, dark brown in the 
outer layers ; the interior layers harder, heavier, and more compact. 
The fruit is eaten. 
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278 Myristica? Thounsanga, B. fr. Tavoy. 

A large tree ; the wood used in boat-building. 

279 Myristica. Koathoe or Kunneen, B. fr. Tavoy. 

A large tree; the wood used for flooring houses: perhaps the 
same as the foregoing. 

280 Myristica. Jheruya, fr. Gualpara. 

A sort of nutmeg, but neither the nut nor mace have any aroma : 
timber 6 cubits in girth, used for furniture.— /font. 

281 Myrsine capitellata, fr. Nipal. 

Wood compact, hard, with a handsome grain. — Sp. 3*5 inch, diam. ; 
fibre cream-colour ; rays very distinct, broad, wavy, pale brown. 

282 Myrsine semiserrata. Bireesee and Kalikaut, N. and P. 

fr. Nipal. 

Wood excellent. — Sp. 2'd inch. diam. ; rays large, deep, flesh- 
colour, and very ornamental. 

283 Nauclea Cadamba, Roxb. Kodom, fr. Gualpara. 

A noble tree, 6 feet in girth; wood yellow, used for coarse 
furniture. — Ham . 

284 Nauclea undulata, fr. Bot. G. 
Nalshima. See Ehretia. 

285 Nerium tomentosum. Adhkuri, fr. Gualpara. 

3 cubits in girth ; used for furniture — Ham. 

286 Nerium antidysentericum. Dudkhuri, fr. Gualpara. 

Of the same size and uses as the foregoing : beads are also made 
cf it. — Ham. 

287 Nikari, fr. Gualpara. 

An oak or chestnut ; cup covered with large prickles ; leaves 
notched ; 5 cubits in girth ; used for canoes and furniture.— /Tom. 

Niyor. See Schinus. 

Nome. See Castanea. 

Novum-pattee. See Buddleia. 

Odla. See Sterculia. 

Okchi. See Dillenia. 

288 Olea glandulifera, fr. Nipal. 

A large tree. Sp. 5 inch. diam. ; rays very thin and indistinct ; 

wood pale brown, very hard, heavy, and compact. 
VOL. XLVIII. 2 H 
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289 Oleina, fr. Nipal. 

A middle-sized tree Sp. 3 inch. diam. ; wood pale brown, with 

considerable lustre, handsome grain, and rery hard. 

Oosihu. See Podalyria. 

290 Ormosia glauca. 

Sp. 3'5 inch. diam. ; wood light brownish yellow, with some lustre, 
hard, and coarse-grained. 

291 Osyris napalensis. Ihoori, P. and N. fr. Nipal. 

A large timber tree, the fruit of which is eaten, and the wood is 
in estimation — Sp. 1-5 inch. diam. ; tubes very small ; wood red- 
brown, rather hard, compact, and very fine-grained. 

292 Osyris peltata. Phaoun, B. fr. Tavoy. 

Pahela. See Laurus. 
Paingodoo. See Acacia. 
Palash. See Butea. 
Paluepean. See Sapota. 
Panatha. See Laurus. 

293 Panax polyacanthus, fr. Nipal. 

A large tree. 

294 Panax. Lubtesee, N. fr. Nipal. 

Sp. about 2-5 inch. diam. ; wood soft, light, spongj', with high 
lustre ; bark with short thick tubercles or spines broad at the base. 

295 Panax ? fr. Nipal. 

Sp. 4 inch. diam. ; wood soft, light, spongy, nearly dull ; rays 
numerous and very distinct in the outer layers. 

296 Panax, fr. Nipal. 

297 Panax pendulus, fr. Nipal. 

A middle-sized tree ; wood pale reddish brown, light, moderately 
hard ; rays distinct, giving a handsome grain. 

Pangeh-petiya. See Tetranthera. 

Panmuja. See Tetranthera. 

Parijat. See Bignonia. 

Paro-kupi. See Croton. 

Passy. See Pyrus. 

Paunlah. See Symplocos. 



CATALOGUE OF INDIAN WOODS. 467 

Peema. See Lagerstroemia. 

298 Penlay-peen, fr. Tavoy. 

5 to 6 fathoms long ; 8 to 15 inches diameter ; used in house- 
building. 
Phaoun. See Osyris. 

299 Photinia dubia, Lindl. fr. Nipal. 

Grows about 20 feet high ; wood hard, fine-grained. 

300 Photinia integrifolia, fr. Nipal. 

Sp. 2*1 inch. diam. : works freely ; somewhat coarse ; colour 
reddish brown, with scarcely any lustre. 
Phrarat. See Quercus. 
Phurasee. See Turpinia. 
Phusrae. See Conyza. 
Phutki. See Eurya. 

301 Phyllanthus Emblica, fr. Nipal. 

Sp. 3 inch. diam. ; layers about 8, very indistinct ; rays distinct : 
a handsome, nut-brown, glossy, hard wood. 

302 Phyllanthus? Horinhara, fr. Gualpara. 

A tree of moderate size ; the wood used for coarse furniture.— 
Ham. 

303 Pienmahne, fr. Tavoy. 

4 to 6 fathoms long; 18 to 20 inches diameter; aifords the best 
and strongest crooked timber, and is very durable : used also in house- 
building. 

304 Pienmah-pue, fr. Tavoy. 

See Lagerstroemia. 

305 Pierardia? Kunna or Kuzzo, B. fr. Tavoy. 
Pillaksi. See Ficus. 

306 Pinus excelsa, fr. Nipal. 

Wood remarkably compact. — Sp. 3 inch. diam. ; C layers. 

307 Pinus longifolia, fr. Nipal. 

Excellent timber, like Memel deal. 

308 Pinus Brunoniana, fr. Nipal. 

Wood soft, and of no value. 

309 Pinus Webbiana, fr. Nipal. 

Sp. 7 inch. diam. ; exterior layers soft, and of no value ; interior 
ones harder and finer-grained. 

310 Pinus Dammara?'fr. Tavoy. 

A very large tree ; used for beams and rafters. 
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311 Pinus Deodara. Himalaya Cedar, fr. Nipal. 

Wood very fragrant. 

Pithogarkh. See Chrysophyllum. 

312 Plumeria alba, fr. Bot. G. 

A West Indian tree. 

313 Plumeria acuminata, fr. Bot. G. 

A West Indian tree. Every part, both of this and of the fore- 
going, full of milky juice. 

314 Podalyria napalensis. Potugalla, N. ; Gosihu, P. ; fr. 

Nipal. 

315 Podocarpus macrophylla. Goonsi, N. fr. Nipal. 

The peduncle of the fruit, but not the fruit itself, is eaten. 

316 Polygonum. Tuknee, P. ; Tauntul, N. ; fr. Nipal. 

Used only for fire-wood. The young shoots have a pleasant acidu- 
lous taste, and are eaten. 

317 Polypodium giganteum. A tree-fern, fr. Nipal. 

A stem, 46 feet in height, and proportionately thick, was presented 
by the Directors of the East India Company to the British Museum. 
Poma. See Cedrela. 

318 Pongamia atropurpurea. Wall. Lazun, B.; Choo-kha, T.; 

fr. Martaban. 
A noble forest-tree ; native of environs of Amherst and Moal- 
myne, on the Martaban coast: the wood used in boat and house 
building ; flower of a dark purple colour. 

Popeeah. ^ee Acacia. 
Potugalla. See Podalyria. 

319 Premna spinosa, fr. Bot. G. 

320 Premna. Toomulse, N. fr. Nipal. 

321 Premna hircina. Chikagambhari, fr. Gualpara. 

Is often found 6 feet in girth ; the wood has a strong odour like 
the musk rat ; it is used for making musical instruments, and for 
other uses. It is said that no insect will eat it. Ham. 

322 Premna flavescens. Bukdholi, fr, Gualpara. 

3 cubits in girth ; wood very inferior to the foregoing. Ham. 

Pregulsee. See Ehretia. 

323 Prunus glaucifolia. Ranipeeplee, N. fr. Nipal. 

A large tree. 
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324 Prunus adenophylla. Aroo, P. fr, Nipal. 

A large tree. — Sp. 2*5 inch. diam. ; fibre white and glossy ; rays 
brown, distinct ; tubes rather small ; wood light and soft, but harder 
and reddish brown near the centre. 

325 Prunus ferruginea, fr. Nipal. 

326 Psychotria rotata,,fr. Nipal. 

Sp. 3'd inch. diam. ; axis very eccentric ; wood pale reddish 
brown, dull, fine-grained, moderately hard. 

327 Pterocarpus? Puddow, B. fr. Tavoy. 

A large tree ; wood used for furniture and musical instruments. 

328 Pterocarpus? Thoun-kheea, B. fr. the river Attran, in 

Martaban. 
Puddow. See Pterocarpus. 
PuUowa. See Garcinia. 
Puzzeen-zwa. See Ternstroemia. 
Pynathe. See Artocarpus. 

329 Pyrus indica, Roxb. ? Meliul, P. ; Passy, N. ; fr. Nipal. 

Sp. 2'5 inch. diam. ; wood brown, compact, moderately hard, very 
fine-grained : tubes exceedingly small ; bark very thin, composed of 
9 brown layers alternating with as many white ones ; the thickness 
of the whole scarcely \ of an inch. 

330 Pyrus vestita. Goohor, N. fr. Nipal. 

Sp. 3-6 inch. diam. ; about 20 layers ; wood soft, compact, of a 
pale colour, nearly dull. 

331 Pyrus foliolosa, fr. Nipal. 

A climber Sp. 2-5 inch. diam. : wood pale brown, fine-grained, 

neaiiy dull, moderately hard. 

332 Pyrus ursina, fr. Nipal. 

333 Quercus spicata, fr. Nipal. 

A very large tree ; wood very like English oak; every 7th or 
8th ray much tlucker than the others. 

334 Quercus semecarpifolia. Ghese and Cusroo, N. fr. Nipal. 

A very large tree, from 14 to 18 feet in girth at 6 feet above 
the ground ; dear trunk from 80 to 100 feet — Sp. 35 layers in 2-4 
inches ; wood light pale brown ; rays small, uniform. 

335 Quercus lamellosa. Shulshee and Phrarat, N. fr. Nipal. 

Wood very hard, 8traight.{p«ined, and good, of a pale brown 
colour ; rays uniform. 
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336 Quercus. Bunaroo, P. ; Gomulsee, N. ; fr. Nipal. 

Wood soft, works as easily as deal ; fibre grey, with considerable 
lustre ; rays uniform, reddish brown, very distinct ; layers indistinct ; 
heart reddish brown. 

337 Quercus lanata, fr. Nipal. 

A very large tree — Sp. bad. 

338 Quercus lamellata, fr. Nipal. 

339 Quercus polyantha, Lindl. Soosi-Singhali, N. fr. Nipal. 

340 Quercus. Tima, fr. Gualpara. 

Leaves entire ; acorns covered entirely by an unarmed cup formed 
of concentric rings ; timber not more than 3 cubits in girth ; used for 
coarse furniture Ham. 

341 Quercus Amherstiana, Wall. Tirbbae, B. ; Ryakle, T. ; 

fr. Martaban. 
Grows to a large size ; wood used in boat-building, &c. 

342 Quercus, from the mountains called Taong-Dong, near Ava. 

Ranipeplee. See Prunus. 

343 Rhamnea, fr. Nipal. 

A large climber — Sp. 1-8 inch. diam. ; heart moderately compact ; 
outer part coarse-grained, rather hard. 

344 Rhamnea. Bangla, fr. Gualpara. 

5 cubits in girth ; used for chests, stools, and other coarse furniture. 

345 Rhamnus (Prerana ?) Gondsori, fr. Gualpara. 

5 cubits in girth ; used for canoes and chests. 

346 Rhamnus virgatus, fr. Nipal. 

Wood very hard and heavy ; the heart a bright-red brown, not 
unUke English yew — Sp. 3-5 inch. diam. ; tubes very irregular ; rays 
scarcely visible. 

347 Rhododendron arboreum. Ghorans or Ghonas, P. ; Tug- 

goo, N. ; fr. Nipal. 
The wood resembles plum-tree ; used for gun-stocks. 

348 Rhododendron arboreum (white-flowered variety). Teugo-oo 

Tuggoo (Teuggo means white), N.; Saphed Gonos 

or Ghorons, P. ; fr. Nipal. 
Grows to a large size — Sp. 6 inch. diam. ; wood rather hard, 
pale brown; rays in the outer layers very distinct; tubes few and 
large ; layers indistinct. 
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349 Rhododendron campanulatum. Cheriala, P. ; Teotosa, N. ; 

fr. Nipal. 

A large tree Sp. 3*1 inch. diam. ; 26 layers, very distinct ; rays 

indistinct ; tubes hardly visible. 

350 Rhus Bukkiamela, Roxb. Subuchunsee, N. ; Bukkiamela, 

P. ; fr. Nipal. 
Timber good and large.— Sp. 3'5 inch. diam. : greyish white, with 
considerable lustre ; soft, light. 

351 Rhus? Dubdubea? P.; Guarnusi, N.; fr. Nipal. 

Sp. 3 inch. diam. ; layers about 10 : fibre light cream-colour, with 
high lustre ; rays distinct, reddish brown ; wood very light and soft ; 
bark thin. 

352 Rhus succedaneum, fr. Nipal. 

A large tree. 

353 Rhus juglandifolium, Wall. Chose, N. ; Bhalaeo, P. ; 

fr. Nipal. 

Very like the Japan varnish-tree Sp. 3-5 inch. diam. : heart red- 

brown, the tubes being filled with a substance of this colour : wood 
soft ; bears a considerable resemblance to the Lauri with indistinct 
rays. 

354 Rondeletia cana, Wall. fr. Nipal. 

355 Rondeletia coriacea, Wall. Kongeea, P. ; Julsi, N. ; 

fr. Nipal. 
Wood close-grained, and becomes of the colour of mahogany some 
time after it has been cut ; layers very indistinct : used for rafters, 
tools, &c. A red dye is also prepared from it. 

356 Rosa macrophylla, Lindl. fr. Gossain-Than, in the Himalaya. 

357 Rottlera. Teeta-kath, N. ; Labtesee, P. ; fr. Nipal. 

358 Rottlera (perhaps tinctoria), fr. Nipal. 

Wood pale brown, compact, hard, fine-grained ! bark very thin. 

359 Rottlera tinctoria, fr. Nipal. 

Fruit used as a red dye. 

360 Rottlera arborea, fr. Nipal. 

Wood light, coarse, soft, worm-eaten : inner bark stringy. 

361 Rottlera? Keoun-lae, B. fr. Tavoy. 

A large tree ; wood used for rudders, &c. 

362 Rottlera. Memasho, B. fr. Tavoy. 
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363 Rubus Gouriphul. R. ellipticus, Sm. Escaloo, P. ; Eesi, 

N. ; fr. Nipal. 
Common in hedges : as thick as a stout arm : fruit eatable. 

364 Sabia parviflora. Mhasoosee, P. and N. fr. Nipal. 

Bark spongy, of a yellow colour ; sometimes used for marking the 
forehead. 

365 Salix. Bhoelasi, P. and N. fr. Nipal. 

A small tree, not more than 8 to 10 inches in diameter. 

366 Salix babylonica. Tissee and Bhosee, N. and P. fr. Nipal. 

Attains an enormous size. 

367 Salix, fr. Nipal. 

Saljam. See Calyptranthug. 

368 Sandoricum. Thittoo, B. fr. Tavoy. 

Wood used for furniture. 

Saora. See Trophis. 
Saphed-gonos. See Rhododendron. 
Saphew. iStee Xanthoxylon. 

369 Sapindacea. Dophari, fr. Gualpara. 

A small tree ; used for coarse farnituie.— Ham, 

370 Sapotea ? Palaepean, B. fr. Tavoy. 

Leaves most beautifully silky and gold colour beneath. A very 
large tree ; wood used in building. 

Saul or Sal, See Shorea. 

371 Sehinus Niara, Ham. Niyor, fr. Gualpara. 

5 cubits in girth : a hard, close-grained, rather brittle wood, with 
a resinous scent; preferred by the natives to almost any other for 
furniture. — Ham. 

372 Schoepfia fragrans, fr. Nipal. 

Sp. 2-5 inch. diam. : a coarse, light, soft wood. 

373 Scytalia Longan, Bot. G. 

374 Scytalia Litchi, Bot. G. 

375 Securidaca reniformis, fr. Nipal. 

Sp. a soft white wood ; rays of the same colour as the fibre. 
Seesaong. See Aralia. 

376 Semecarpus Anacardium. Marking-nut, fr. 

"Wood soft, and full of acrid juice : not used. 



CATALOGUE OF INDIAN WOODS. 473 

377 Shorea robusta. Saul or Sal. 

This is the staple timber of Hindostan for building purposes : vast 
quantities of dammar, or resin, are extracted from it, as well as from 
Dipterocarpus and Hopea, all of which belong to one family, the 
DipterocarpeBB. 

Sida. See Lagerstroemia. 
Sigaa. See Turpinia. 
Silapoma. See Myginda. 
Sinna. See Budliea. 
Sissoo. See Dalbergia. 

378 Smilax. Doduan, P, and N. fr. Nipal. 
Sonalu. See Cassia. 

379 Sonneratia ? Thaumma, B. fr. Tavoy. 

A small tree. 

380 Sonneratia apetala, Bot. G. 
Soosi-Singhali. See Quercus. 

381 Sphserocaria edulis. Bun-amb, P. ; Lushpoo, Ael, or Eal- 

marisee, N. ; fr. Nipal. 
Used for posts and for fire-wood._Sp. the wood has a handsome 
grain, like Sycamore, but with scarce any lustre : rays very distinct, 
of the same yellowish grey colour as the fibre. 

382 Sphserosacme fragrans, fr. Nipal, 

A coarse, rather soft, dusky-coloured wood, without lustre. 

383 Spondias axillaris. Lupshe, N. fr. Nipal. 

Sp. 2-8 inch. diam. ; layers about 11 ; fibre white, with consider- 
able lustre ; rays moderately distinct ; tubes rather large. 

384 Spondias. Sillaephul, N. fr. Nipal. 

385 Spondias acuminata, Bot. G. 

A large tree. 

386 Spondias Amara. Amra, fr. Gualpara. 

Grows to a good size, but is not made use of.— If am. 

387 Sterculia ? Kuneenee, B. fr. Tavoy. 

Attains an enormous size. An oil Is extracted from the wood by 
incision, which is used for torches. 

388 Sterculia. Thikadoo, fr. Tavoy. 

389 Sterculia angustifolia, fr. Bot. G. 

390 Sterculia. Bahelli, fr. Gualpara. 

5 cubits in girth ; used for canoes.— /fam. 
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391 Sterculia urens. Odla or Hatchanda, fr. Gualpara. 

5 cubits in girth ; used for canoes. A coarse rope is made from 
the bark, which is used in taking wild elephants. — Ham. 

392 Stravadium acutangulum. Hendol, fr. Gualpara. 

3 cubits in diameter ; the wood much used, but neither strong nor 
handsome.— ^am. 
Subuchunsee. See Rhus. 
Suslendi. See Acer. 

393 Syndesmis Tavoyana, Wall. Kee-tha, B. ; red - wood ; 

fr. Tavoy. 
A very large tree ; used in building, and for boxes, &c. 

394 Symplocos. Gooki, N. fr. Nipal. 

A tall, slender tree; wood not esteemed. Most of this genus 
produce a yellow dye. 

395 Symplocos floribunda, fr. Nipal. 

A large tree ; wood fine-grained. 

396 Symplocos? Kalikath, P.; Paunlah, N. ; fr. Nipal. 

A large tree. — Sp. wood white, compact, of a very fine grain, and 
as soft as deal ; no tubes visible ; rays indistinct ; bark as thin as 
paper. 

397 Symplocos. Bulsima, fr. Nipal. 

398 Symplocos ? fr. Nipal. 

A large tree — Sp. 3 inch. diam. ; wood cream-brown, moderately 
hard. 

399 Symplocos pulcherrima, fr. Nipal. 

A small tree. 

400 Symplocos lucida, fr. Nipal. 

Sp. 3 inch. diam. ; rays indistinct ; wood rather hard, very fine- 
grained, with little lustre. 

401 Symplocos? Kain-tha-phogee, B. fr. Tavoy. 

13 to 17 feet long, C to 12 inch, diam, ; used for posts and oars ; 
affords good but small crooked timber. 

402 Symplocos. Kunneen-keunkee or Kunneen-keunla, B. 

fr. Tavoy. 
Used for beams, posts, &c. 
Taila-oon. See Carapa. 
Tantheya. -See Hopea. 

403 Tantheya, B. fr. Tavoy. 
Tapahaw. See Laurina. 
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404 Tanguet nee, fr. Tavoy. 

6 to 8 fathoms long, 15 to 20 inch. diam. Does not saw kindly. 
Tauntu). See Polygonum. 

405 Taxus virgata, Wall. Dheyri, P. ; Lolsi, N. ; fr. Nipal. 

Grows to a large size : the green branches are used to adorn 

houses during certain festivals : timber strong and good. Sp. 6-5 inch. 

diam. Axis very eccentric, 5 | 1-5; all the layers cannot be counted. 
On the widest side of the axis are 27 layers in 0-85 inch, beginning 
from the axis ; near the outside are 18 layers in 0*9 inch. ; wood 
softer, of paler colour, and less lustre, than English yew. 
Teak. See Tectona. 

406 Tectona grandis. Teak, fr. Martaban. 

Several specimens of various qualities. 
Teetakuth. See Rottlera. 
Tendoo. See Diospyros. 
Tengaun. See Hopea. 
Teotosa. See Rhododendron. 

407 Terminalia. Thuphanga, B. fr. Tavoy. 

408 Terminalia bialata, fr. Martaban. 

409 Terminalia Bellerica. Bauri, fr. Gualpara. 

6 feet in girth ; used for canoes : the fruit and bark used by 
tanners. — Ham. 

410 Terminalia Catappa, fr. Bot. G. 

A noble and most ornamental tree : wood very good. 

411 Terminalia moluccana. Joynal, fr. Gualpara. 

3 cubits in girth; used in boat-building, as the timber is both 
light and durable. — Ham. 

412 Terminalia Hilka. Hilkha, fr. Gualpara. 

6 feet in girth ; nsed for canoes and for furniture.— ^am. 

413 Ternstroemia napalensis, De Cand. fr. Nipal. 

Sp. 3 inch. diam. Outer layers with very distinct rays, of a reddish 
brown ; wood soft and spongy. 

414 Ternstroemia. Puzzeen-zwa, B. fr. Tavoy. 

A rather large tree, used for posts and rafters. 

415 Tetradium ? cymosum, Wall. fr. Nipal. 

416 Tetradium ? fr. Nipal. 

A very large tree. 

417 Tetranthera caduca. Pangch-Petiya, fr. Gualpara. 

6 feet in girth ; used for chests and common carpentry. — Ham. 
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418 Tetranthera. Haola, fr. Gualpara. 

3 feet in girth ; wood close and soft ; used for coarse furniture. 
-—Ham. 

419 Tetranthera Paromouja. Paromwja, fr. Gualpara. 

6 feet in girth ; wood close and soft ; used for coarse furniture— 
Ham. 

420 Tetranthera Dorodmeda. Vagnal or Bagonal, fr. Gualpara. 

3 cubits in girth ; used for coarse furniture.— /f ant. 

421 Teutha, B. fr. Tavoy. 
Thathee. ^ee Bignonia. 

422 Thauga-et-thittoo, fr. Tavoy. 

3 to 5 fathoms long, 8 to 12 inches diam. An inferior wood, used 
in small buildings. 

423 Thau-baun-po, fr. Tavoy. 

5 to 8 fathoms long, 12 to 18 inches diam. An inferior light wood, 
nsed for small canoes. 

424 Thau-baun-thau-lay, fr, Tavoy. 

6 to 12 fathoms long, 13 to 20 inches diam. Wood very pliant ; 
little inferior to Hopea, but does not saw so kindly. 

Thaumma. See Sonneratia. 

Thaun. See Eurya. 

425 Theyah, fr. Tavoy. 

4 to 6 fathoms long, 10 to IS inches diam. An inferior wood, used 
in small buildings. 

Thikadoo. See Sterculia. 

Thittoo. See Sandoricum. 

Thitya. ^ee Laurus. 

Thoun-ben. ) „ 

_ i See Artocarpus. 

Thoun-pine. 3 

Thounkheea. See Pterocarpus. 

426 Thounmynga, B. fr. Tavoy. 

A middle-sized tree, used in house-building. 
Thounsanga. See Myristica. 
Thubbae. See Mimusops, Uvaria, Ficus. 
Thubboobamboo. See Anacardium. 
Thuggainee. See Bignonia. 
Thuggoo. See Rhododendron. 

427 Thunbergia coccinea, fr. Nipal. 
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Thaumagee, See Elaeocarpus. 
Thuphanga. See Terminalia. 
Thuppan. See Ficus. 
Thurape. See Callophyllum. 
Thurratha. See Excoecaria. 

428 Thymboo, B. Thau-baun-po, fr. Tavoy. 

5 to 10 fath. long, 15 to 20 indies diam. Good strong durable 
light wood ; used in boat-building : does not saw kindly. 

Tima. See Quercus. 
Timbhus. See Xanthoxylon. 
Tirbbue. See Quercus. 
Tissee. See Salix. 

429 Tomex, or Litsaea Japonica. Uluyaohama, fr. Gualpara. 

6 feet in girth ; used for small canoes. — Ham. 
Toomulsee. See Premna. 

Toon. See Cedrela. 

430 Town-pine, fr. Tavoy. 

7 to 8 fathoms long, 18 to 30 inches thick ; used in boat-building f 
reckoned little inferior to Hopsea. 

431 Trophis ? aspera. Saora, fr. Gualpara. 

3 cubits in girth ; used for joiner's work. — Ham. 
Tuknee. See Polygonum. 
Tukra. See Bauhinia. 
Tunabeng. See Artocarpus. 
Tungnusi. See Cinchona. 

432 Turpinia pomifera (Dalrymplea), Phurasee and Signa, N. 

fr. Nipal. 
A large tree ; wood of a dull grey colour, light, soft, compact, free- 
working, splits easily; not applied to any particular use — Sp. 3-2 
inch. diam. ; rays indistinct ; tubes very small ; bark thin, and the 
inner layer almost black. 

433 Ulderoo, fr. Bombay. 

Very little liable to split, and therefore used for fuses for bomb-shells. 

Uluyaohama. See Tomex. 

434 Uncaria pilosa, fr. Nipal. 

A small and imperfect specimen. 
Uriam. See Andrachne. 
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435 Urtica. Jeonagkun, N. ; Latasishnoo, P. ; fr. Nipal. 

436 Urtica salicifolia, fr. Nipal. 

437 Urtica pulcherrima, fr. Bot. G. 

438 Uvaria. Thubboo, B. fr. Tavoy. 

A large tree, used in boat-building. 

439 Uvaria suberosa. Bandorkola, fr. Gualpara. 

3 cubits in girth ; a close-grained, soft, brittle wood ; used for 
posts, beams, and planks. — Ham, 

Vagnal. See Tetranthera. 

440 Vangueria edulis. Moyen, fr. Gualpara. 

A small timber tree, 4 feet in girth ; used for coarse furniture. — 
Ham. 

441 Vernonia. Magor, fr. Gualpara. 

3 cubits in girth ; used for coarse furniture. The only one of the 
numerous tribe of corymbiferous plants that grows to be a timber tree. 

442 Viburnum ? Loshima, N. fr. Nipal. 

443 Viburnum erubescens, fr. Nipal. 

A middle-sized tree. 

444 Viburnum cordifolium, fr. the Himalaya. 

445 Vitex acuminata. Angchhui, fr. Gualpara. 

3 cubits in girth. A very close, hard, brittle wood ; used for mortars 
of oil-mills, feet of bedsteads, &c Ham. 

446 Vitex Babula. Babla, fr. Gualpara. 

3 cubits in girth ; wood close, soft, tough ; used for coarse furni- 
ture, but in little estimation. Ham. 

447 Vitex Leucoxylon. Bhodiya, fr. Gualpara. 

3 cubits in girth; used in making ploughs; will grow on land 
that is inundated for weeks together. Ham. 

448 Vitis or Cissus, fr. Nipal. 

Sp. 4-5 inch. diam. ; wood spongy and very coarse-grained ; fibre 
very small in proportion to the tubes, which are many and large ; 
rays very distinct, of a reddish brown colour, forming a handsome 
waved figure ; bark stringy. 

449 Wightia gigantea, Wall. fr. Nipal. 

A large climber._Sp. 2-5 inch. diam. ; 10 layers; wood whitish, 
with considerable lustre ; rather soft. 

450 Wrightia antidysenterica. ' Lathon, B. fr. Tavoy. 

A small tree ; not used. 
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451 Wrightia tinctoria. (Indigo tree.) 

The leaves yield indigo. The wood is " beautifully white, close- 
grained, coming nearer to ivory than any other known to me." — Roxb. 

452 Xanthophyllum. Saphew,B.; Choo-muna, T. ; fr. Martaban. 

Very large ; wood used for posts and rafters. 

453 Xanthoxylon alatum. Timbhus, P. and N. fr. Nipal. 

Wood soft and open-grained, like aspen ; bark very tubercular. 

454 Xylocarpus. Keannan, B. fr. Tavoy. 

Timber from 10 to 20 feet long; very durable; used for furniture 
and in house-building. 
Zeethee. iSfee Ziziphus. 
Zimboon. See Dillenia. 
Zitha. See Castanea. 

455 Ziziphus incurva. Harobaer, P.; Kadabusi, N.; fr. Nipal. 

Wood in considerable estimation Sp. 3'5 inch. diam. ; fibre 

brownish white, with little lustre ; rays in the outer layers distinct, 
but of the same colour as the fibre : bark coarsely fibrous. 

456 Ziziphus. Zeethee, B. fr. Tavoy. 

Wood hard and durable. 



Omitted by mistake in its proper place. 

Bambusa. Bamboo, fr. Pulo-Geun, in Martaban. 

The largest and tallest sort known ; the stem 100 feet high, and 
attaining at the base a diameter of 11 inches, with sides 1 inch 
thick. 
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Experiments by Major H. Campbell, in the Gun-carriage Agency at 
Cossipur, on the relative Strength of several kinds of Timber. 

Each Experiment was repeated at least twice, and in general three times. The spe- 
cimens were carefully planed to the length of 72 inches, by two inches in breadth, and 
the same in thickness. Six inches at each end rested on the supports, so that the clear 
length between was six feet. The weights were suspended from the middle. 
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Heritiera minor, Bengal Soon> ) 
dry, seasoned ) 

Soondry, not seasoned 

Shorea robusta, Bengal orl 

Sloorung Saul (Choukur), > 

seasoned ) 

Bengal Saul (half or hewn ) 

Chaukuf), seasoned > 

Saul, Moorung (Dhokur), not ^ 

seasoned S 

Bengal Saul, Moorung (Dho- ^ 

kur), seasoned ) 

Saul, Gomikpore (Chowkur), ) 

not seasoned S 

Saul, Barnes, No. I (Dhokur), > 

not seasoned ) 

Saul, Moorung (Chowkur), > 

Barnes, not seasoned 5 

Saul, Moorung (Chowkur), not ) 

seasoned S 

Saul, Bengal Moorung (Buf- 

fie), seasoned 

Dalbergia Sissoo, Sissoo Ben- 
gal, or Moorung, seasoned 
Tectona grandis. Teak from 

Rangoon (Arko), not seas'*. 
Teak from Java, seasoned ..., 
Teak from Rangoon (Shinbin), 

not seasoned 

Teak, Rangoon, seasoned 



Teak, Mug plank, not seasoned 
Teetk, Rangoon Duggoo 



Teak, Bombay Shinbin, seasoned 

Teak, Bombay, seasoned 

Teak, Luzzui', not seasoned 

Teak, Bombay or Malabar, not | 

seasoned S 

Teak, Bombay or Malabar,(an-'t 

other variety) seasoned, but > 

in a slight state of decay .. ) 
Stink-wood, from Cape of Good ) 

Hope, seasoned S 

Cedrela Toona, Toon Morung, \ 

notseasoned ) 

Norway deal, seasoned 



•002 
•086 
•820 

•968 
•182 
•962 
•050 
•074 
062 
•918 
•795 
■764 
•832 
•691 
•702 
•694 
•618 
•738 

•678 
•624 
•876 

•774 

•650 

•729 
•558 
•612 



4^5 
4-5 
4-66 

4^16 

275 

3-66 

3 

2^5 

3 

3 

3^26 

3-76 

2^76 

3 

3-25 

3-5 

3-25 

3 

33 

3 

1-75 

3 

3^25 

3^5 

225 

2^5 



lbs. 
13843 

992 
1319 

1309 
1308 
1225 
1179 
1110 
1095 
1085 
787 
1231 

1176 

1109 

1091 

1040 

1011 

891 

889 
828 

777 
749 

591 

1123 

677 
578 



' Bent, and broke short without 
splinter ; but with a very strong 
long fibre, like a bundle of 
matches. 
Fibre remarkably strong. 

("Broke with much splinter, shew- 
ing at the same time a very 
strong, stiff fibre. 

Do. 

{Broke across; strong fibre; short 
fractiure. 

Do. 



Broke across. 

(Broke across; strong fibre; short 
ftacture. 

Broke across. 



Pores filled with dry resin. 

Broke with a very long fibre. 

{Broke with a very long splintery 
fracture. 
f Broke vtith a short fracture, and 
\ with strong long fibres. 

Broke with a long splintery iincture, 

/Broke with a long splinter and 
t short fibre. 

(Broke with a long splinter and 
strong fibre. 
/ Broke with a long splinter and 
\ good fibre. 
Broke with short fibre. 

Long splintery fracture j strong fib. 
5 Broke suddenly with no Splinter, 
I and very short fibre. 

f Quite brittle, snapped like glass; 
i the pores quite full of a resin- 
(. ous-looking substance. 



Broke gradually, like Soondry. 
Broke withalong splintery fracture. 

J Broke with a long splintery frac- 
J ture; fibre strong and stiff. 
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